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(54) Title: CASTABLE SHAPE MEMORY POLYMERS 

(57) Abstract: Shape memory polymers prepared by copolymerizing two monomers, which each separately produce polymers 
characterized by different glass transition temperatures in the presence of a difunctional monomer whereby the copolymer formed is 
cross- linked during the polymerization to form a theremoset network. The transition temperature of the final polymers is adjusted by 
the ratio of the monomers selected, to from about 20 to about 1 lO** C, while the degree of cross-linking controls the rubbery modulus 
plateau. The shape memory polymers can be processed as castable formulations in the form of coatings and films. The copolymers 
are optically transparent and are useful as medical plastics. The invention also relates to the articles of manufacture thereof and 
methods of the preparation and use thereof. 



wo 03/093341 



PCT/US03/13355 



CASTABLE SHAPE MEMORY POLYMERS 

Cross-Reference to Related Application 

This qq)lication claims priority &om provisional application Serial No. 60/377,544 
filed May 2, 2002 which ^plication is incorporated herein by reference. 

Field of fhe Invention 

This invention relates to shape memory polymers and their production. More 
partictdarly it relates to shape memory copolymers which comprise a reaction product of two 
vinyl monomers which if they had been separately polymerized would produce polymers 
characterized by dififerent glass transition teirqperatures, and a difimctional monomer whereby 
the copolymer formed is crosslinked during fhe polymerization to form a thermoset network. 
The transition temperatures of the final polymers are adjusted by the ratio of the monomers 
selected to fiom 20 - 1 10** C, while the degree of crosslinking controls the rubbery modulus 
plateau. The shape memory polymers are castable, are optically transparent and can be dyed 
to any color as dictated by their intended application. 

Background of the Invention 

Shape memory materials are those materials that can be "fixed" to a temporary and 
dormant shape imder specific conditions of temperature and stress and later, under thermal, 
electrical, or enviroiimental command, the associated elastic deformation can be substantially 
completely relaxed to the original, stress-free, condition. 

The primary class of shape memory materials studied and utilized are the sh^e 
memory alloys (SMA). The sh^e-memory capabilities of the various metallic materials 
(shape memory alloys) capable of exhibiting shape-memory characteristics occur as the result 
of the metallic alloy undergoing a reversible crystalline phase transformation from one 
crystalline state to another crystalline state with a change in temperature and/or external 
stress. In particular, alloys of nickel and titanium for example, nitanol exhibit these 
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properties of being able to undergo energetic crystalline phase changes at ambient 
temperatures, thus giving them a shape-memory. Such alloys have shape memory effects that 
exploit the deformation-behavior difference between a high temperature austenite phase 
(parent phase) and the room temperature martensite phase, a first-order phase transition 
5 separating the two phases. As the "yield stress" of martensite is extremely low, the matensitic 
structure is very easily deformed due to the twinning of the crystalline grains, but this yielded 
deformation is quite reversible. The deformed martensitic sample maintains its form until it 
is heated above the critical temperature associated with transformation to the austemtic phase. 
At that point, structural recovery occurs to achieve the original shape that existed before 
1 0 martensitic deformation. 

This transformation is often referred to as a thermoelastic martensitic transformation. 
The reversible transformation of the NiTi alloy between the austenite to the martensite phases 
occurs over two different temperature ranges which are characteristic of the specific alloy. 
As the alloy cools, it reaches a temperature (Ms) at which the martensite phase starts to form, 
15 and finishes the transformation at a still lower temperature (Mf). Upon reheating, it reaches a 
temperature (As) at which austenite begins to reform and then a temperature (Ai) at which the 
change back to austenite is complete. In the martensitic state, the alloy can be easily 
defonned. When sufficient heat is appUed to the deformed aUoy, it reverts back to the 
austemtic state, and returns to its original configuration. 

20 As afore-noted, the most well known and most readily available shape-memory aUoy 

is an alloy of nickel and titanium. With a temperature change of as little as about 10 **C, this 
. alloy can exert a stress as large as 415 MPa when applied against a resistance to changing its 
shape from its deformed state. Such alloys have been used for such appUcations as intelligent 
materials and biomedical devices. Their use, however has been limited in part because they 

25 are relatively expensive, but also due to limited strain, ca. 8%. 

Shape memory polymers (SMPs) are being developed to replace or augment the use 
of shq)e memory metal alloys (SMAs), in part because the polymers are light in weig^, high 
in shape recovery ability, easy to manipulate and because they are economical as compared 
withSMAs. 

30 Polymers intrinsically show shape memory effects on the basis of rubber elasticity, 

but with varied characteristics of temporary shape fixing, strain recovery rate, work capability 
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during recovery, and retracted state stability. The first shape memory polymer (SMP) 
reported as such was cross-linked polyethylene; however, the mechaoism of strain recovery 
for this material was immediately identified as far different from that of the shape memory 
alloys. Indeed, a shape memory polymer is actually a super-elastic rubber: when the polymer 
5 is heated to a rubbery state, it can be deformed under resistance of - 1 MPa modulus, and 
when the temperature is decreased below either a crystallization temperature or glass 
transition temperature, the deformed shape is fixed by the lower temperature rigidity while, at 
the same time, the mechanical energy expended on the material during deformation will be 
stored. Thus, when the temperature is raised above the transition temperature (Tg or Tm), the 

10 polymer will recover to its original form as driven by the restoration of network chain 

conformational entropy. Thus, favorable properties for SMPs will be closely linked to the 
network architecture and to the sharpness of the transition separating the rigid and rubber 
states. Compared with SMAs, SMPs have an advantage of high strain (to several hundred 
percent) because of the large rubbery compliance while the maximum straia of the SMA is 

15 less than 8%. As an additional advantage, the transition temperature can be tailored 
according to the application requirements, a factor that is very important in industry. 

Heretofore, numerous polymers have been found to have particularly attractive shape 
memory effect, most notably the polyurethanes, polynorbomene, styrene-butadiene 
copolymers, and cross-linked polyethylene. However the processing of these polymers has 
20 given rise to numerous diflBculties. 

In the Uterature, polyurethane-type SMPs have generally been characterized as phase 
segregated linear block co-polymers having a hard segment and a soft segment. The hard 
segment is typically crystalline, with a defined melting point, and the soft segment is 
typically amorphous, with a defined glass transition temperature, in some embodiments, 
25 however, the hard segment is amorphous and has a glass transition temperature rather than a 
melting point. In other embodiments, the soft segment is crystalline and has a melting point 
rather than a glass transition temperature. The melting point or glass transition temperatme 
of the soft segment is substantially less than the melting point or glass transition temperature 
of the hard segment. 

30 In actual production when the SMP is heated above the melting point or glass 

transition temperature of the hard segment, the material can be shaped This (original) shape 
can be memorized by cooling the SMP below the melting point or glass transition 
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temperature of the hard segment. When the shq)ed SMP is cooled below the melting point or 
glass transition temperature of the soft segment while the shape is defoimed, anew 
(temporary) shape is fixed. The original shape is recovered by heating the material above the 
melting point or glass transition temperature of the soft segment but below the melting point 
5 or glass transition temperature of the hard segment. In another method for setting a 

temporary sh^e, the material is deformed at a temperature lower than the melting point or 
glass transition temperature of the soft segment, resulting in stress and strain being absorbed 
by the soft segment. When the material is heated above the melting point or glass transition 
temperature of the soft segment, but below the melting point (or glass transition temperature) 
10 of the hard segment, the stresses and strains are relieved and the material returns to its 
original shape. 

It has bem proposed to provide SMP materials by combining two polymers, one a so- 
called hard segment and the other a soft segment. The melting point or glass transition 
temperature (hereinafter Ttrans) of the hard segment is at least 10° C and preferably 20** C 

15 higher than the Ttnns of the soft segment. Polymers that are crystalline or amorphous and that 
have a Ttnns within the range have been used to form the hard and soft segments. The Ttrans of 
the hard segment is preferably between - 30 and 270® C, and more preferably between 30 and 
150° C. The ratio by weight of the hard segment:soft segments is between about 5:95 and 
95:5 preferably between 20:80 and 80:20. The shape memory polymers can also contain at 

20 least one physical crosslink (physical interaction of the hard segment) or contain covalent 
crosslinks instead of a hard segment. The sh^e memory polymers also can be 
interpenetrating networks or semi-interpenetrating networks. 

Examples of polymers used to prepare hard and soft segments of known SMPs 
include various polyethers, polyacrylates, polyamides, polysiloxanes, polyurethanes, 

25 polyethers, polyether amides, polyurethane/iureas, polyether esters, and urethane/butadiene 
copolymers. See for example, U.S. Patent No. 5,506,300 to Ward et al.; U.S. Patent No. 
5,145,935 to Hayashi; U.S. Patent No. 5,665,822 to Bitler et al.; and Gorden, "Applications 
of Shape Memory Polyurethanes,'* Proceedings of the First International Conference on 
Shape Memory and Superelastic Technologies, SMST International Committee, pp. 115-19 

30 (1994). 

It has also been proposed to use highly crosslinked homopolymers with Tg > room 
teaq)erature and long-lived the entanglements serving as crosslinks. However, the use of 
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entanglements as the sole origin of elasticity leads to significant difficulties in the processing 
thus leading to the required use of plasticizers that ultimately hanrper shape memory 
performance. Existing shape memory polymers have been prepared on the basis of 
polyurefhane (Mitsubishi), and Norsorex™ (Nippon Zeon) and used as a rubber. Neither can 
5 be cast to complex shapes without the use of solvents and neither is sufficiently optically , 
clear to be used in optical applications. The aforesaid severe limitations emphasizes the need 
for castable, reactive formulations, in vMch the stress-firee state is formed during the 
polymerization process itself. In such a case, shape memory castings (solid objects), films, 
coatiugs, and adhesives could all be processed from the same formulation but altered 
10 processing schemes. 

It is an object of the present invention to provide shape memory polymers that are 
able to form objects which can hold sh^e in memory in which the transition temperature and 
the rubbery modulus can be tailored according to the intended application. 

Another object of the invention is to provide polymers that are able to form objects 
IS which can hold shape in memory in which the transition temperature and the rubbery 

modulus can be tailored according to the intended application and the recoverable strain can 
exceed several hundred percent 

It is a fiirther object of the present invention to provide shape memory polymers with 
physical and chemical structures that are different from those in the known shape memory 
20 polymers. 

It is still a further object of the invention to provide shape memory polymers that can 
be processed as castable formulations in the form of coatings, fihns and adhesives. 

Yet another affect of the invention is to provide optically transparent and colorless 
castable shape memory polymers. 

25 SmtiTnar y of the Invention 

In accordance with the invention, the above objects are realized and the disadvantages 
of the prior art shape memory products, for example of the sh^e memory alloys and 
polyurethanes, avoided by copolymerizing two monomers each selected &om the categories 
of vinyl monomers, vinylidene monomers, and alkyl methacrylates to form castable shape 
30 manory polymers (CSMP) with quite different glass transition temperatures than that 



-5- 



wo 03/093341 



PCTAJS03/13355 



associated with either of their homopolymers and incorporating a multifunctional monomer 
into the polymerization reaction so that the copolymer is crosslinked during polymerization to 
form a thermoset networL 

In addition to the two monomers selected from vinyl, vinylidene and alkyl 
5 methaciylate monomers and the multifunctional ax>ss-linldng agent, an initiator such as an 
organic peroxide or an azo compound is present 

The invention includes the use of a mixture of two or more monomers, plus a 
crosslinking agent, with at least one selected monomer being from each of the categories, 
high-Tg polymer-forming and low-Tg polymer-forming. 

10 High-Tg polymar-forming monomers include the following: vinyl chloride, vinyl 

butyral, vinyl fluoride, vinyl pivalate, 2-vinylnaphthalene, 2-vinylpyridine, 4-vinyl pyridine, 
vinylpyrrolidone, n-vinyl carbazole, vinyl toluene, vinyl benzene (styrene), methyl 
methacrylate, ethyl methacrylate, acryl-iimctionalized POSS, and methaoryl-functionalized 
POSS, among others. (POSS refers to the polyhedraloligosilsesquioxane commercially 

1 5 available fiom Hybrid Plastics, Inc.). 

Low-Tg polymer-forming monomers include: vinyl ethyl ether, vinyl laurate, vinyl 
methyl ether, vinyl propionate, alkyl acrylates (methyl acrylate, ethyl acrylate, propyl 
acrylate, butyl acrylate), and alkyl methacrylates (propyl methacrylate, butyl methacrylate). 

The monomers must be purified for removal of inhibitor either by distillation or flow 
20 through a column designed for this purpose prior to use. 

The multifunctional monomer or crosslinking agents include diacrylates: 
prqpoxylated neopentyl glycol diacrylate, polyefliylene glycol diacrylates with different 
glycol length, such as diethylene glycol diacrylate, polyethylene glycol 200 diacrylate, 
polyethylene glycol 400 diacrylate; polyethylene glycol dimethacrylates, such as ethylene 

25 glycol dimethacrylate, diethylene glycol dimethacrylate, polyethylene glycol 200 

dimethacrylate, polyethylene glycol 600 dimethacrylate; 1,3-butanediol dimethacrylate, 1,4- 
butanediol diacrylate, 1,4-butanediol dimethacrylate; tri(meth)acrylates, tetra(meth)acrylates, 
triacrylates and tetraacrylates, such as glyceryl proxy triacrylate, pentaerythritol tetraaciylate, 
tetraethylene gycol dimethacrylate and multacryl- or multimethacryl-POSS. POSS refers to 

30 the polyhedraloligosilsesquioxane commercially available from Hybrid Plastics, Inc. 
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Preferably the crosslioking agent is a difunctioBal monomer and most preferably it is 
tetraethylene glycol dimethacrylate (TEGDMA). 

The crosslinking agent can generally be used as received, but it is preferred that it too 
be purified by either distillation or absorptive column chromatography for removing any 
5 inhibitor present. 

The crosslinking is necessary to yield complete shape memory. Incomplete shape 
memory (in the range 50-90%) can be obtained without crosslinking^ increasingly so for 
molecular weights greater than 1 00 kg/mol, but especially greater than 250 kg/mol. 

The amount of crosslinking agent is very broad, ranging firom 0.3% up to 10% by 
10 weight, the exact value dictating the mechanical energy stored during formation of the 
temporary shape. 

As thermal initiators there may be used such initiators as will dissolve into the 
monomers, includiag for example tert-amyl peroxybenzoate, 1,1'- 
azobis(cyclohexanecarbonitrile), benzoyl peroxide, lauroyl peroxide, 4,4-azobis(4- 
15 cyanovaleric acid), tert-butylperoxy isopropyl carbonate, and potassium persulfate and 
preferably 2,2'-azo-bis butyronitrile. 

Preferably the initiators are purified by recrystallization using methods known in the 
art prior to use. 

Generally speaking, the monomers can be used over a broad range of amounts and 
20 will provide shape memory polymers having attractive shape memory properties, covering a 
broad ranges of transition temperatures to be selected based on their intended qjplication. 

Preferred ranges for medical device applications, where a range of transition 
temperatures should bracket T = 37 are: butyl methacrylate (BMA) fiom 60 to 80%, 
methyl methacrylate (MMA) from 20 to 40%. These ranges give sharp glass transitions 
25 . between 30 and 60 ^C, independent of the crosslinker used for percentages less than 10%. 

The amount of initiator to be used will be between 0.1 to 2%, preferred fiom 0.2% to 
1%. If no crosslinker is used, the preferred range is 0.05% to 0.25% to yield high molecular 
weight polymers. 
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In accordance with the iavention, the transition temperature (Tg) is adjusted by the 
ratio of the monomers, while the degree of crosslinking controls the rubbery modulus plateau. 
The latter, in tum, dictates the energy stored during a given deformation and thus the energy 
that is available to release when the polymers recover The new polymers exhibit very good 
5 shape memory effect. The transition temperature can be adjusted as broad as from 
20-1 10 °C. The shape memory polymers of the invention can be processed as castable 
formulations in the form of coatings and films. Further they are optically transparent and 
colorless. The castable shape memory polymers have great potential to be used, for example 
as coatings in the processing of novel medical devices. 

10 Description of the Drawings 

FIGURE 1 is a graph showing the dependence of the thermal stability on MMA 
content in the copolymers; 

FIGURE 2 is a diagram of DSC traces for copolymers with MMA weight percentage 
indicated; 

15 FIGURES is a graph showing dependence of Tg on copol3aner composition expressed 

as Tg"^ vs MMA weight fraction; 

FIGURE 4 is a graph showing the temperature dq)endence of tensile storage modulus 
with and without crossUnking for an MMA and TEGDMA wt fractions of 30 and 5 
respectively; and 

20 FIGURE 5 is an illustration of strain recovery of cross-lmked MMA/BMA/TEGDMA 

(28.5/66.5/5wt%) vpon rapid exposure to water at T = 80° C, 

Description of Embodiments of the Invention 
Materials and Synthesis. 

Alkylmethaciylate monomers (methyl methacrylate, MMA; and butyl methacrylate, 
25 BMA) and the cross-Unking agent (tetraethylene glycol dimethacrylate, TEGDMA) were 
purchased from Aldrich. Any inhibitors present in the starting monomers were removed by 
passing the liquid monomers through an inhibitor removal coluron purchased from Scientific 
Polymer Products, Inc. ADBN, purchased from Aldrich was used as received as the thermal 
initiator. The purified monomers and the cross-linking agent were mixed in varying 
30 proportions (here referred to as %A) with AIBN set out in Table 1 (infira) at room 

-8- 



wo 03/093341 



PCT/US03/13355 



temperature by stirring. The mixture was then pre-polymerized in a flask using an oil bath at 
65° C for up to 30 minutes in order to increase the viscosity to a value amenable to casting 
using the conditions as just set forth, a viscosity similar to that of glycerol is obtained. The 
viscous fluid was then filled between two casting glass plates with a designed spacer or O- 
5 ring inserted for sealing and the assembly then placed into an oven and kept at 40° C to 60* 
C, preferably 50° C for 8 to 50 hours preferably 48 hours. The temperature was then raised to 
from about 70° C to about 100° C, for from 10 to 40 hours preferably 20-30 hours and most 
preferably 80° C for 24 hours . The temperature was then increased to 90 to 150° C 
preferably 100 to 120° C and maintained at the selected temperature for from 5 to 20 hours 
10 and most preferably the temperature was raised to 100° C for 6 hours so that the residual 

monomer reacted thoroughly. The samples were then cooled down to room temperature and 
demolded. The prolonged curing time minimized shrinkage and led to samples free of 
residual stress, voids, or cracks. 

The polymers of the invention can be prepared by the following steps in the sequence 
15 indicated. The process is illustrated with specific monomers, cross-linking agent and initiator 
but appUes equally to the other materials disclosed as suitable for use herein. 

1. Mix flie MNIA/BMA/TEGDMA and AIBN (initiator, 0.3% of monomers); 

2. Pre-polymerize the liquid mixture at a temperature of about 65**C for 30 minutes (to 
increase the viscosity). The pre-polymerization time, can be varied from 0 to 30 

20 minutes, depending on the time required to provide the desired viscosity for casting. 

For example a viscosity similar to that of glycerol can be obtained using the specific 
conditions noted. 

3. Inject the reactant mixture between two glass slides sealed by 0-ring (or any mold 
prepared to prevent bonding) and place the mold into an oven at 50°C for 2 days; flie 

25 range can be from 40 to 60 °C but is preferably 50 °C. The period can be fit>m 8 

homrs to 80 hours and is preferably 48 hours for complete reactioiL 

4. Increase the reaction temperature to 80 °C for 1 day. The range can be from 70 to 100 
°C, time can be from 10 hours to 40 hours and is preferably 20 to 30 hours. 

5. Increase the reaction temperature to 100 - 120^C for 1 0 hours. The range can be from 
30 90 to 150 °C and the time can be from 5 to 20 hours. 
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6. Cool to room temperature and demold. 

The first stage of the process for increasing the viscosity of the reaction mixture may 
be conducted at room temperature using UV illumination. If this is done, AIBN is the 
preferred initiator since it can serve as both a UV initiator and thermal initiator, the latter 
5 being required for the subsequent cure completion. The UV initiators that may be used 
iaclude but are not limited to the initiators that are sensitive to UV light undergoing 
decomposition to free radicals when exposed to UV radiation and include acetophenone, 
anisoin, anthraquinone, anthraquiaone-2-sulfonic acid, sodium salt monohydrate, (benzene) 
tricarbonylchromium, benzil, benzoin ethyl ether, benzoin isobutyl edier, benzqphenone, 

1 0 baizophenone/l-hydroxycyclohexyl phenyl ketone (50/50 blend), 3,3',4,4'- 

benzophenonetetracarboxylic dianhydride, 4-benzoylbiphenyl, 2-benzyl-2-(dimethylamino)- 
4'-morph61inobutyrophenone, 4,4 -bis(diethylamino)benzophenone, 4,4'- 
bis(dimethylamino)benzophenone, camphorquinone, 2-chlorothioxanthen-9-one, 
(cumene)cyclopentadienyliron(II) hexafluorophosphate, dibenzosuberenone, 2,2- 

15 diethoxyacetophenone, 4,4 -dihydroxybenzophenone, 2,2-dimethoxy-2-phenylacetophenone, 
4-(dimethylamino)benzophenone, 4,4'-dimethylbenzil, 4,4'-dimethylb€nziL 

If UV illumination is used the following two-step procedure may be carried out. 

1 . Esqpose the mixture prepared as above set out and contained within a UV 
transparent mold to UV irradiation (wavelength 365 nm) of intensity in the range 

20 10-100 mW/cm^ preferably 25 mW/cm^ at a temperature of from 25°Cto50**C 

preferably 40 °C) for 60 to 120 hours, preferably 90 minutes. 

2. Coijiplete cure by heating to a temperature of 100 °C and maintaining for 10 to 30 
hours, for polymerizing the residual monomers and small molecules present. 

The following examples are provided to more particularly describe the present 
25 invention but are not to be construed as limiting. 

Example 1: Synthesis of the POSS-containing castable shape memory polymers: 
Materials: methacrylisobutyl-POSS (MA0702®, Hybrid Plastics, Inc.) was used as received; 
methyl methacrylate, butyl methacrylate, tetraethylene glycol dimethylacrylate, and AIBN 
30 were purchased from Aldrich and purified as aforementioned. 
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Polymerization procedures: 

The materials MA0702, MMA, BMA, TEGDMA, and AIBN were first mixed in a 
small vial to obtain a clear miscible solution. The clear (solvent-firee) solution was then 
preheated to a temperature of 65 °C for 30 minutes to yield a clear viscous liquid. The liquid 
5 was cooled down to room temperature and injected between two glass slides provided with a 
seal and spacers. This step was facilitated by the 65 °C/30 minute preheat which yielded a 
manageable viscosity. The sealed system was then transfixed to an oven preheated to a 
temperature of 40 ®C which was maintained for 48 hours, then increased to 65--80 '^C for 
'another 24 hours, and finally increased to 120 °C for 10 hours so that all of the residual 
1 0 monomers reacted. 

The POSS monomer can be added to the formulation as above described up to 
solubihty limit of approximately 1 5 wt-%. Using MMA ratios ranges firom 0% to 30% the 
moldings show excellent sh£^e memory properties. 



1 5 Example 2: Combined UV-thermal polymerization 

Materials are the same as aforementioned and were used in the amounts which foUow: 
30% MMA, 70% BMA, 5 % TEGDMA based on the total amount of monomers, and 0.3% 
AIBN as initiator. 

The materials were first mixed to make a homogenous clear solution and then iajected 
20 between two glass slides, one glass slide preferably being quartz, and heated to 40 °C; a UV 
lamp with a wavelength of 365 nm was used to illuminate the reactive mixture for 90 minutes 
until it soUdified. The preparation was moved to an oven maintained at 100 to 120 °C for 24 
hrs to have all the residual monomers polymerized. 

The resultant molding showed similar thermomechanical properties as con:q>ared to 
25 thermally cured moldings, but with an advantage of demolding after partial solidification, 
thermomechanical forming to a conq)lex 3D shape, and cure completion. 

The process was repeated but without UV illumination at 40 for 24 hrs and the 
mixture still kept a liquid form indicating that UV illumination plays a leading role in the 
solidification of the UV-theimally polymerized sample. 
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Thermal Characterization 

The themogravimetiic analysis (TGA) and differential scanning calorimetry (DSC) 
were carried out using Perkin-Ehner instruments (models 951 and 2910, respectively). For 
flie TGA analysis, the samples were heated in a nitrogen atmosphere from room temperature 

5 to 600'' C at a rate of 20^ C/minute. The onset temperature of weight loss and the percentage 
of weight loss were recorded. For DSC, the samples were first heated from -50° C to 150** C 
at a rate of 10** C/minute to erase all of the prior themial history; the samples were thai 
quenched to -50° C at a rate of 80° C/minute and the samples finally reheated to 150° C at a 
rate of 1 0° C/minute. The temperature corresponding to the midpoint in heat capacity for 

10 such second heating runs was used to determine the glass transition temperature of the 
polymers. 

Dynamic Mechanical Analysis. 

The moduli of the SMPs were measured by dynamic mechanical thermal analysis 
(DMTA) in tensile mode using the TA Instruments DMA 2980. The method adopted was 
15 temperature-ramp at fixed mechanical oscillation frequ^cy of 1 Hz. The temperature was 
ramped from -100° C to 200** C at the heat rate of 4 °C/minute. A rectangular fihn sh^e was 
chosen and the geometry of the film was lengthxwidthxthickness of 15 x2xl 1 mm, 
respectively. 

Shape Memory. 

20 Stress-free shape recovery procedures were carried out in order to assess the ability of 

the prepared samples to recover straiu induced in the rubbery state and frozen into the glassy 
state. The samples were first cut to a rectangular shape and stained to a red color to impart 
optical contrast. A particular sample was then bent into a circular shape about the width axis 
to an iimer diameter of 0.737 cm while heating in a warm water bath having a T = 90° C. 

25 The deformed sample was then quenched in ice water to fix the form through vitrification. 
The resulting bent sample was subsequentiy dipped into a warm water bath at a prescribed 
temperature using a customized plunger and the shape recovery monitored visually using a 
video camera and digital frame-grabber collecting images at a rate of 20 firames-per-second. 
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TGA of fhe SMPs having different monomers ratio. 

A series of shape memoiy polymers having different ratios of MMA to BMA (from 
0% to 100%) were synthesized and characterized using the procedures which have been 
described above and the thermal stability of the polymers measured by TGA as shown in 

5 Figure 1. It can be seen that that with pure polymer of BMA (0% of MMA), the fihn is quite 
stable and does not decompose below 250^ C. Whm the MMA is incorporated in the 
copolymers, the decomposition tranperatures of the copolymers shift to higher temperatures. 
Further increasing the monomer MMA increases the decomposition tenq)erature with the 
homopolymer of PMMA having the highest decomposition temperature, which is about 50^ 

10 C above homopolymer PBMA. This establishes that MMA monomer contributes stability 
more than BMA and that all of the polymers are sufGciently stable for use in connection with 
a medical device. All of the polymers can be totally decomposed in nitrogen when heated 
above 450* C. 

DSC of SMP having different monomer ratios: 

15 The glass transition temperatures of the SMPs having different ratios of the monomer 

MMA, jfrom 0% to 100% were measured by DSC and the results are shown in Figure 2 and 
summarized in Table 1. 

Table 1 : the Tg of the copolymers having different monomer ratios 



Monomer ratio 
(MMA/MMA+ 
BMA) 


0 


0.1 


02 


0.3 


TgCC) 


22.1 


27.2 


38.3 


44.2 


Monomer ratio 
(MMA/MMA+ 
BMA) 


0.4 


0.5 


0.6 


1.0 


TgCQ 


50.7 


59.0 


65.6 


117.7 



20 From Figure 2 it can be seen that the copolymers form only one Tg, which indicates 

that the copolymers are reasonably random in the distribution of monomers along the 
backbone. While pure poly(butyl methacrylate) evidences a measured Tg of 22.2° C, addition 
of MMA leads to a systematic incxease in the glass transition temperature to higher 
temperatures. Ultimately, pure PMMA prepared by the method of the invention evidences a 

25 Tg of 1 17.7 °C. Thus the transition temperature for shape memory behavior can be easily 
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tailored through composition variation of the two monomers. The Tg's of the polymers are 
listed in Table 1 and correlated by the Fox equation (Figure 3). The results show that the 
equation corresponds with the data 

DMTA Comparison of CSMPs with and witihout cross-linking. 

The temperature-dependent storage modulus of a polymer with cross-linking was 
compared with that of polymer without cross-linking at the same monomer ratio using 
DMTA (Figure 4). The particular samples compared in this figure have 
MMA/BMA/TEGDMA weight fractions of 30/70/0 and 28.5/66.5/5 for the uncrosslinked and 
CFOsslinked san:5)les, respectively. Both polymers show glassy mechanical response with a 
tensile modulus ~ 3 10^ Pa for temperatures below 70^ C. When the temperature reaches 70 
^^C, the moduhis begins to drop dramatically and reaches its rubbery state at 100 °C. For this 
system, for low TEGDMA concentrations (this case, 5 wt%) the glass transition temperature 
is unaffected, thus allowing mdependoit control over Tg and rubber modulus. Wifliout the 
cross-linking agent, the rubbery modulus of the polymer fells rapidly with increasing 
temperature until viscous flow occurs; no rubber plateau is sustained. With cross-linking, flie 
sample shows a flat modulus plateau and does not flow until tiiermal degradation. This 
tunability of thermomechanical properties with MMA and TEGDMA content yields a 
material system that can be adjusted for providing applications that define the critical 
tCTiperature and rubber modulus (mechanical woric) requirements. 

Shape Memory Behavior of the CSMPS. 

The stress-firee strain recovery of a castable shqje memory polymer strip was carried 
out and the results are shown in Figure 5. The original form of the polymer (permanent form) 
was a strictly flat rectangular strip. The strip was deformed to a circle (secondary form) and 
fixed as described in connection with the shape memory procedure. The shape memory of 
the deformed strip was triggered by heating to above the critical temperature by immersion 
into a warm water bath at 90° C quickly. As can be seen in Figure 5, the speed and the extent 
of recovery of the strip as recorded digitally, show ttat the strip has a good shape memory 
effect and can recover to its original shape totally in 10 seconds. Most of the strain however, 
is recovered within the first five seconds. 
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Because of fheir imique memoriziiig properties, the castable sh^e memoiy materials 
can be used for example as a passive optical temperature sensor. In such application, the 
CSMP is cast upon packaging material with a written message (.e.g. 'Hhis package has 
exceeded 85 and then embossed or foamed to render the transparent coating opaque. 
5 When the coating is heated up beyond a prescribed temperature (the CSMP critical 

temperature), it will become optically clear again via sh^e memory to allow display of the 
package message. Use of a series of CSMPs with distinct transition temperatures, as 
described in reference to Figure 2, can enable different messages to be revealed for different 
exposure temperatures. Another example of the q>plications of the CSMPs of the invention 

10 are as heat-triggered self-4eployable, single-use pumps. By rotational molding of the CSMP 
in a heated mold, a hollow tank can be processed by thermal curing and subsequently 
expanded with gas pressure above the CSMP Tg , cooled to room temperature, and filled with 
a liquid. Specifically, any Uquid that will not swell the CSMP material, such as an aqueous 
solution, water-based paint, can be used. On heating the tank to above the CSMP Tg, the 

15 liquid can be readily expelled to completion at a pressure dictated by the polymer*s rubber 
modulus and by the flow restriction (nozzle) employed. Reuse of this pump could be 
achieved by pressurization with a gas above the CSMP critical temperature. This latter 
appUcation is usefiil for miniature rocket motors, one-time disposable paint-sprayers, and for 
thermally-triggered release of chemicals. 

20 The shape memory polymers of the invention have a tremendous number of other 

applications, as objects and as castable formulations in the form of coatings, films and 
adhesives. The shape memory polymers are particularly usefij in medical and biological 
applications, for example, as sutures, orthodontic materials, bone screws, nails, plates, 
meshes, prosthetics, pumps, catheters, films, stents, scaffolds for tissue engineering, drug 

25 delivery devices, thermal indicators and the like. 

Because of their unique memorizing properties, shape memory materials are used 
increasingly in the medical device industry for self-triggering stents, catheters and auxiUary 
devices. The devices can be thermomechanically trained and surgically manipulated within 
the body, then treated with heat or other ways during the operations to trigger the transitions 
30 for the device to perfbmi certain mechanical actuation in the body. The SMP materials have a 
great potential for modifying existing medical devices because both the transition 
temperature (Tg) and the recovery force (rubber modulus) according to the surgical 
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requirements can be predetermined. Moreover, the extent of deformation can be as large as 
200%. The known SMA devices can only deform as much as 8% and the critical 
temperatures are hard to adjust Further, the shape memory materials' of the mvention 
optical transparency as well as their ability to accept dyes considerably enhance and broaden 
their appUcations. 

An additional embodiment of this invention involves the dissolution of a polymer 
such as polymethylacrylate in the reactive mixture to accomplish viscosity enhancement 
otherwise achieved in the present invention by precuring. All polymers soluble in the 
monomer mixtures as set forth herein and which yield miscible solutions during 
ploymerization are good candidates for such a polymer. Examples include but are not limited 
to : poly (alkyl methacrylates), poly (allcyl acrylates), copolymers of poly (akyl 
methacrylates) and poly (akyl acrylates), POSS modified poly (alkyl (meth) acrylates) that 
will dissolve into the reactant mixture. In a preferred embodiment poly (butyl methaciylate) 
and copolymer of MMA and POSS-acrylate (MA0702) have been used to dissolve in a 
reactive mixture of BMAyMMA/TEGDMA/AIBN, achieving an advantageous increase in 
viscosity. The concentration of the polymer can range from 0% up to the miscibihty Umits, 
preferably 10 to 40 wt-%. Shape memory behavior is not compromised by this additional 
component when used as above described. 

Various other embodiments or other modifications of the disclosed embodiments will 
be apparent to those skilled in the art vpon reference to this description, or may be made 
without departing firom the spirit and scope of the invention defined in the upended claims. 
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What is Claimed is: 

1 . A shape memory polymer composition obtained by copolymerizing two diflFerent 
monomers, the homopolymers of which would each have a different glass transition 
temperature to produce a copolymer having a glass transition temperature between that of the 
two homopolymers. 

2. ShsapG memory polymer according to claim 1 wherein said monomer are each a 
member selected from the group consisting of vinyl monomers, vinylidene monomers and 
alky! methacrylates. 

3. A sh^e memory polymer composition according to claim 2 wherein said monomers 
are each vinyl monomers. 

4. A shape memory polymer composition according to claim 1 wherein one of said 
monomers is a high Tg polymer forming monomer and is a member selected from the group 
consisting of vinyl chloride, vinyl butyral, vinyl fluoride, vinyl pivalate, 2-vinyl chloride, 
vinyl butyral, vinyl fluoride, vinyl pivalate, 2-vinylnaphthalene, 2-vinylpyridine, 4-vinyl 
pyridine, vinylpyrroUdone, n-vinyl carbazole, vinyl toluene, vinyl benzene (styrene), methyl 
methacrylate, ethyl methacrylate, acryl-functionalized POSS, and methacryl-fimctionalized 
POSS. 

5. A shape memory polymer composition according to claim 1 wherein one of said 
monomers is a low Tg polymer-forming monomer and is a member selected from the group 
consisting of vinyl ethyl ether, vinyl laurate, vinyl methyl ether, vinyl propionate, alkyl 
acrylates, and alkyl methacrylates. 

6. A shape memory polymer composition according to claim 1 wherein one of said 
monomers has a high glass transition temperature and is selected from the group consisting of 
vinyl chloride, vinyl butyral, vinyl fluoride, vinyl pivalate, 2-vinylnaphthalene, 2- 
vinylpyridine, 4-vinyl pyridine, vinylpyrroUdone, n-vinyl carbazole, vinyl toluene, vinyl 
benzene (styrene), methyl methacrylate, ethyl methacrylate, acryl-functionalized POSS, and 
methacryl-fimctionalized POSS and said other monomer has a low glass transition 
temperature and is selected from the group consisting of vinyl ethyl ether, vinyl laurate, vinyl 
methyl ether, vinyl propionate, alkyl acrylates and alkyl methacrylates. 
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7. A shape memory polymer composition according to claim 1 wherein said high glass 
transition temperature monomer is methyl methacrylate and said low glass transition 
monomer is butyl methacrylate. 

8. A shape memory polymer composition according to claim 1 wherein the glass 
transition temperature of the copolymer is adjustable to from 20-1 10 **C. 

9. A sh^e memory polymer composition according to claim 1 wherein a 
multifunctional monomer is incorporated into the copolymerization reaction whereby the 
copolymer is crosslinked during the polymerization to form a tiiermoset network. 

10. A shape memory polymer composition according to claim 9 wherein said 
multifunctional monomer is a disfimctional monomer. 

11. A shape memory polymer composition according to claim 10 wherein the difimctional 
monomer is an alkyl dimethacrylate. 

12. A shape memory polymer composition according to claim 10 wherein said 
multifunctional monomer is selected from the group consisting of ethylene glycol 
dimethacrylate, diethylene glycol dimethacrylate, polyethylene glycol 200 dimethacrylate, 
polyethylene glycol 600 dimethacrylate; propoxylated neopentyl glycol diacrylate, 1,3- 
butanediol dimethacrylate, 1,4-butaaediol diacrylate, 1,4-butanediol dimethacrylate, glyceryl 
proxy triacrylate, pentaerythritol tetraacrylate, tetraethylene gycols dimethacrylate and 
multacryl and multimethaciyl-POSS. 

13. A shape memory polymer composition according to claim 7 wherein the ratio of 
methyhnethacrylate to butylmethacrylate is from 20-80 : 80-20% methyhnethacrylate to 
butyhnethacrylate. 

14. A shape memory polymer composition according to claim 7 wherein an increase in 
the methyhnethacrylate content in the copolymer results in an increase in the glass transition 
temperature of the copolymer. 

15. A shape memory polymer composition obtained by copolymerizing two different 
monomers, the homopolymers of each of which would have a different glass transition 
temperature m the preseace of a difimctional monomer so that the resulting copolymer is 
crosslinked and has a glass transition temperature between that of said homopolymers. 
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16. A shape memory polymer composition according to claim 1 5 wherein the glass 
transition temperature of one of the homopolymers is about 20 **C, and that of the other 
homopolymers is about 120 **C. 

17. A shape memory polymer con5)osition according to claim 15 wherein the difimctional 
monomer is tetraethylene diglycol dimethaciylate. 

18 A sh^e memory polymer composition according to claim 17 wherein the 
tetraethylene glycol dimethaciylate content defines the rubber modulus of the polymer and is 
present in an amount of iq) to 20%. 

19. A shape memory polymer composition according to claim 18 wherein said 
tetraethylene glycol dimethaciylate is present in an amount of from 0.5 to 10%. 

20. A method of forming a composition with a shape in memory comprising the stq)s of: 

a) preparing a copolymer comprising two different monomers, the 
homopolymers of each of which would have different glass transition temperatures, in the 
presence of a difimctional monomer to provide a copolymer which is crosslinked and which 
has a glass transition temperature between that of the two homopolymers; 

b) shq)ing the composition to a first shape while heating to form a deformed 
sample; 

c) quenching the deformed sample in cold water, 

d) heating the quenched sample in warm water whereby the deformed sample is 
returned to its original shape. 

21 . The Method according to claim 20 wherein step a) is conducted using UV 
illimiination. 

22. A medical device or component of a medical device comprising the sh^e memory 
polymer composition of claim 1. 

23. A medical device or component of a medical device according to claim 22 which is a 
member selected firom the group consisting of stents, catheters, prosthetics, grafts, screws, 
pins, plates, pumps and meshes. 
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24. An optically transparent shape memory polymer composition obtained by 
copolymerizing two different monomers, the homopolymers of which each would have a 
different glass transition temperature to produce a copolymer having a glass transition 
temperature between that of the two homopolymers. 

25. An optically transparent shape memory polymer composition according to 
claim 24 wherein the copolymer is dyeable. 

26. An optically transparent shape memory polymer composition according to claim 24 
wherein flie copolym^ is colorless. 

27. An optically transparent shape memory polymer composition according to 
claim 24 which can be cast, extruded or molded. 

28. An optically transparent shape memory polymer composition according to 
claim 24 for use as an optical shutter for thermal sensing. 

29. An optically transparent shape memory polymer composition according to 

claim 24 for use in reversible embossing for information storage or for microfluidic devices. 

30. An optically transparent sh^e memory polymer composition according to claim 24 
for use in deployable structures with complex shape tents. 

31. An optically transparent shape memory polymer composition according to 
claim 24 for usg in eyeglasses. 

32. An adhesive comprising a shape memory polymer composition according to claim 6. 

33. A shape memory polymer composition according to claim 6 in flie form of a film 

34. A shape memory polymer composition according to claim 6 in the form of a coating. 

35. A shape memory polymer composition according to claim 6 in the form of a solid 
casting. 
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Figure 2: DS.C traces for copolymers with MMA 
weight percenteige indicated. 
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Figure 4: Temperature dependence of tensile storage 
modulus with and witiiout crosslinking for an MMA 
and TEGDMA weight fractions of 30 and 5, 
respectively. 
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Figures: Strain recovery of crosslinked 
MMA/BM A/TEGDMA (28,5/66.5/5 v/&o) upon rapid 
' exposure to a water bath.at T 80 °C. 
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